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IN THE UNITED STATES PATENT AND TRADEMARK OFFICE 

In re Patent Application of 

BERGSTROM et al Atty. Ref.: 30-516 

Serial No. Unknown Group: 

Filed: March 1 0, 2000 Examiner: 

For: PRESSURE LOADED PANEL AND USE FOR BOAT AND 
CONTAINER CONSTRUCTION 

*********** 

March 10, 2000 

Assistant Commissioner for Patents 
Washington, DC 20231 

Sir: 

PRELIMINARY AMENDMENT 

Prior to calculation of the filing fee and in order to place the above identified 
application in better condition for examination, please amend the above identified 
application as follows: 

IN THE TITLE 

Amend the title to read: 

-- PRESSURE-LOADED PANEL AND USE FOR BOAT AND CONTAINER 
CONSTRUCTION --. 

IN THE SPECIFICATION 

Page 1 , after the title and before the first line of specification insert the following: 
-- CROSS REFERENCE TO RELATED APPLICATION 



BERGSTROM et al 
Serial No. Unknown 

This application is a U.S. national phase of PCT application No. 
PCT/FI98/00737, filed September 18, 1998. 

BACKGROUND AND SUMMARY OF THE INVENTION -. 
Page 3, at line 25 (before the last paragraph on the page), insert the following: 
-- BRIEF DESCRIPTION OF THE DRAWINGS -. 
Page 4, after line 3, insert the following: 
-- DETAILED DESCRIPTION --. 

IN THE ABSTRACT 

Provide what is on the attached sheet as the Abstract. 

IN THE CLAIMS 

Cancel claims 1 through 9 without prejudice. 
Add the following new claims: 

-- 10. A panel having a longer side and a shorter side, and a side aspect ratio 
of at least 1 .5, and comprising: 

at least two reinforcing layers of substantially unidirectional substantially parallel 
fibers having predominant orientations that form an angle with said sides of said panel; 

said angle between said predominant fiber orientation and the longer side of said 
panel being between about 55-75°; and 
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approximately one-half of said reinforcing layers of said panel forming a + angle 
between about 55-75°, and approximately one-half of said reinforcing layers forming a 
- angle between about 55-75'', with respect to said longer side of said panel, 

1 1 . A panel as recited in claim 10 wherein said angle is between about ±58- 

65^ 

12. A panel as recited in claim 10 wherein said angle is about ±60°. 

13. A panel as recited in claim 10 wherein said at least two reinforcement 
layers comprise 60-100% of the thickness of said panel, 

14. A panel as recited in claim 10 wherein at least two of said layers, at least 
one of which has fibers with a + orientation and at least one of which has a - orientation, 
are stitched together to form a multi-axial reinforcement, 

15. A panel as recited in claim 14 wherein about 70-100% of the thickness of 
said panel is formed by multi-axial reinforcements. 

16. A panel as recited in claim 10 wherein said fibers of said at least two 
layers of said panel consist essentially of E-glass fibers. 

17. A panel as recited in claim 10 wherein said fibers of said panel comprise 
primarily E-glass fibers. 

18. A panel as recited in claim 1 1 wherein at least two of said layers, at least 
one of which has fibers with a + orientation and at least one of which has a - orientation, 
are stitched together to form a multi-axial reinforcement. 
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19. A panel as recited in claim 12 wherein at least two of said layers, at least 
one of which has fibers with a + orientation and at least one of which has a - orientation, 
are stitched together to form a multi-axial reinforcement. 

20. A panel as recited in claim 19 wherein about 70-100% of the thickness of 
said panel is formed by multi-axial reinforcements. 

21 . A panel as recited in claim 18 wherein about 70-100% of the thickness of 
said panel is formed by multi-axial reinforcements. 

22. A panel as recited in claim 1 1 wherein said fibers of said at least two 
layers of said panel consist essentially of E-glass fibers. 

23. A panel as recited in claim 22 wherein said at least two reinforcement 
layers comprise 60-100% of the thickness of said panel. 

24. A boat or ship having a hull with a plurality of laterally pressure loaded 
structural panels as recited in claim 10. 

25. A boat or ship having a hull with a plurality of laterally pressure loaded 
structural panels as recited in claim 18. 

26. A boat or ship hull as recited in claim 24 wherein said panels have 
approximately 10% less weight but substantially the same ability to resist lateral 
pressure loads than if constructed of otherwise identical panels with an angle between 
said predominant fiber orientations and the longer side of said panels of 0°, 90°, or 45°. 

27. A tank or pressure vessel having a plurality of laterally pressure loaded 
structural panels as recited in claim 10. 
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28. A tank or pressure vessel having a plurality of laterally pressure loaded 
structural panels as recited in claim 21 . 

29. A tank or pressure vessel as recited in claim 27 wherein said panels 
have approximately 10% less weight but substantially the same ability to resist lateral 
pressure loads than if constructed of othen/vise identical panels with an angle between 
said predominant fiber orientations and the longer side of said panels of 0°, 90°, or 
45°. --. 

REMARKS 

Entry of the above requested amendments is requested. 

Respectfully submitted, 
NIXON & VANDERHYE P.C. 

Robert A. Vanderhye 
Reg. No. 27,076 



RAV:lmy 

11 00 North Glebe Road, 8th Floor 
Arlington, VA 22201-4714 
Telephone: (703) 816-4000 
Facsimile: (703) 816-4100 



ABSTRACT OF THE DISCLOSURE 

A substantially laterally pressure-loaded panel has a side aspect ratio of at least 
1 .5, is formed of at least two reinforcement layers of substantially unidirectional fibers. 
The predominant orientations of the fibers form an angle of between about ±55° - ±75° 
(preferably about 60°) with the longer side of the panel, with about one-half of the layers 
having a positive (+) angle and about one-half a negative (-) angle, within the range. 
The panel preferably has about 60-100% of its thickness formed by the reinforcement 
layers. The panels can be used in boat and/or shipbuilding structural panels, pressure- 
loaded tanks, pressure-vessels and other corresponding structures that are subjected 
to a lateral pressure load. 
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PRESSURE-LOADED PANEL AND _USE„OPL IT AT 
BOAT OR CONTAINER CONSTRUCTIONS 



The present invention relates to a substantially laterally pressure-loaded reinforced plastic 
5 plate with improved properties, e.g. a rectangular or trapezoidal area defined by 
stifFeners in the hull of a boat, a panel, the side aspect ratio of which, i.e. the relation of 
the longer sides to the shorter sides, is at least 1.5. In the following, this area is referred 
to as a panel, irrespective of whether it is positioned in the hull of a boat or used in some 
other embodiment as a laterally pressure-loaded reinforced plastic plate. 

10 

Traditional woven reinforcements are composed of threads that are positioned at an 
angle of O"" and 90° with respect to each other and bound to each other and interlace 
according to the desired weaving pattern. 

15 On the market there are new kinds of stitched reinforcement products, i.e. so-called 
multi-axial reinforcements that may be biaxial, triaxial and quadriaxial with fibre 
orientations in two, three or four directions in relation to each other respectively. They 
differ from traditional woven reinforcements at least so that the reinforcement threads 
form straight unidirectional fibre layers which do not cross the threads of another 

20 direction and which layers are typically bound to each other with a thin stitching yam and 
so that the threads of individual layers are typically either at an angle of :t45 or 0^90"^ 
with respect to the longitudinal axis of the reinforcement. Multi-axial reinforcements of 
this type are commonly used in boat laminates and consequently, in boat panels. 

25 The purpose of the invention is to create an improved, substantially laterally pressure- 
loaded reinforced plastic plate, i.e. a panel, with a side aspect ratio at least L5. The 
purpose of our invention is thus to come up with a solution that among other things 
improves the mechanical properties of a pressure-loaded reinforced plastic plate, i.e. a 
panel, so that both the deflection and the stress level decrease in comparison with a 

30 laminate that is reinforced at an angle of 0*^/90° or ±45'' vAth respect to the longer side of 
the panel. 



wo 99/14527 



PCT/FI98/00737 



The characteristic features of a substantially laterally pressure-loaded reinforced plastic 
plate, i.e. a panel, according to the invention are disclosed in the characterising portions 
of the appended patent claims, 

5 

In connection with this invention, term reinforcement layer is used to refer such layers of 
a panel that function as active reinforcing elements. For instance, in the surface layers it 
is possible to use layers that give the optimal properties as regards the desired surface 
quality, but which layers may have a reinforcing effect that deviates from the optimal 
10 effect. For example, chopped strand mat may be used as surface layers of this kind. An 
individual reinforcing layer is formed of a so-called unidirectional reinforcement layer, 
i.e. a reinforcement layer of substantially parallel fibres. Individual reinforcing layers can 
be used to create so-called multi-axial reinforcements, the use of which facilitates and 
accelerates the assembly of an entire reinforcement structure, 

15 

The basic idea of our invention is the realization that the reinforcements (where the 
threads of individual layers are arranged typically either at an angle of ±45° or 0°/90° 
with respect to the longitudinal axis of the reinforcement) in the laterally pressure-loaded 
reinforcement plates i.e. panels used nowadays may be positioned in a new way in the 

20 panel, and consequently, the result would be a panel equal in weight as before. This new 
panel structure would, however, have better mechanical properties than before. What is 
meant with improved mechanical properties here is that in a lateral state of pressure, the 
deflection and the stress level of a panel according to the invention decrease in 
comparison with a panel constructed in some previously known manner. This kind of 

25 panel constructed in any known manner is formed of reinforcement layers that are 
positioned e.g. at an angle of 0790^ or ±45^ in respect of the longer side of the panel. In 
the following, the term basic laminate is used to refer to a structure of reinforcement 
layers constructed in this way. The basic laminate structure is used nowadays for 
example in boat panels. 

30 



2 



The idea according to the invention has later been tested with new calculation methods 
by using contrary to usual practice a non-linear analysis and element method which 
require an exceptionally great calculation capacity. 

5 

According to our inventive idea we started testing new kinds of panel constructions, 
where different side aspect ratios were selected for the pressure-loaded panel and the 
angle between fibre layers were changed. 

10 By using the new kind of multi-axial reinforcement it is possible to improve the 
mechanical properties of a pressure-loaded reinforced plastic plate so that in the state of 
lateral pressure both the deflection and the stress level decrease in comparison with a 
panel constructed in some previously known manner. We detected that for a typical boat 
laminate and a load on a boat, the optimal fibre angle is between 55° and 90^ with a 

1 5 great side aspect ratio. 

The advantages of the laminate according to the invention are e.g. a reduction in the 
failure index by 10 % in comparison with the failure index of the basic laminate, an 
increase in stiffiiess by 5-10 % in comparison with the basic laminate, and consequently, 
20 a weight saving of approx. 10 % in the final product, i.e. the boat hull laminate, if its 
mechanical properties are to be kept unchanged. The failure index illustrates the 
measurement of stress level in each layer. If the failure index is below 1, the stress levels 
in a layer are below the highest allowed level. The first failure occurs when the failure 
index reaches the value of 1 . 

25 

In the following, the laterally pressure-loaded reinforced plastic plate according to the 
invention is described in detail by referring to the enclosed figures, of which 
Figure 1 shows schematically a traditional woven roving and a multi-axial 
reinforcement (of which a biaxial version is disclosed in the figure), 
30 Figure 2 illustrates the plates used in the study and particularly, the fibre angles and side 
aspect ratios thereof. 
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Figures 3-6 illustrate the deflection of the pressure-loaded reinforced plastic plates and 
the greatest failure index in the laminate with side aspect ratios of 1 .0, 1.5, 2.0 and 3.0. 

The research that was initiated based on this invention concentrated on studying by 
5 calculating both the effect of fibre orientation and the side aspect ratio of the plate used 
in the study on the deflection and the stresses of the laminate. The element method was 
used to calculate the behaviour of the panel wth various side aspect ratios and various 
orientations of reinforcement fibres with respect to the long side of the panel A typical 
boat laminate that contains partly multi-axial woven reinforcement material and chopped 
10 strand mat of E-glass in the surfaces was chosen as an example in the study. In 
calculations, e.g. E-glass was used as multi-axial reinforcement material. Also other 
materials may be used either as the only material or a partial material in the multi-axial 
reinforcement or in individual unidirectional reinforcement layers. 

15 Said laminate is synmietrical in relation to the centre plane. The first and the last layers 
consist of chopped strand mat (300 g/m^) and in between, there are four layers of multi- 
axial woven reinforcement (920 g/m^). The following stiflBniess values and strength values 
were used in the study: 



4 
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TaWi^ I: The stiffness and strength values of different layers. 
Subindex "1 " stands for "in the direction of the fibres " and 
subindex ''2" for '^perpendicularly to the fibre orientation'^ 



In the study the length of the short side of the panel was always 0.5 m. The 0*^/90'^ 
laminate was analysed for the sake of comparison. It represents the fibre orientations of 
the traditional woven roving. 



30 According to the study, thin pressure-loaded reinforced plastic plates behave non- 
linearly, i.e. with a high pressure load the deflection does not increase linearly with the 
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load. In order to achieve reliable results this feature has to be taken into account by 
performing a non-linear analysis. 

The non-linear static analysis of this study was performed by using NASTRAN 66 finite 
5 element program and a non-linear solver giving a suitable material model for reinforced 
plastic structures. The calculations were run on a CRAY X-MP super computer. 

The boundary conditions and material values used in all plates were identical. All the 
edges were supported by joint structures so that all rotations were free and 
10 displacements fixed. The panels were loaded with a uniform pressure of 30 kPa. In 
practice, this value corresponds to wave slamming load in a small boat. 

In the results the greatest deflection in the panel and the greatest failure index of the 
laminate were studied (according to the Tsai-Wu theory). The failure index illustrates the 
15 measurement of the stress level in each layer. If the failure index is below 1, the stress 
levels in a layer are smaller than the allowed level The first failure occurs when the 
failure index reaches the value of 1 . 

The results are presented in Figures 3-6. 

20 

Figure 3 shows that with the side aspect ratio of 1, the effect of fibre orientations on the 
deflection is fairly small. With respect to the failure index, the fibre orientations of ±45° 
are the most preferable. 

25 Figures 4 to 6 show that the behaviour of the panel is practically identical with side 
aspect ratios greater than 1.5. The smallest value of deflection is reached vwth the fibre 
orientation of 90"^, The fmlure index is smallest with the fibre orientations of ±60°. In 
practice it can be noticed that the fibre orientations of ±55° - ±75° are applicable, 
preferably ±58° - ±65°, even though according to the figures, the best resuk is reached 

30 wth the fibre orientation of ±60°. 
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Deflection of the plate : 

The optimal fibre angle with a great side aspect ratio is between 75° and 90°. In 
comparison with the 0790° and ±45° laminate, the differences in deflection are in the 
5 range of 10 % with a great range of side aspect ratio. The differences are small with the 
side aspect ratio of 1 . 

Failure index: 

10 In all examples the failure index is greatest in the second layer, i.e. in the first 
reinforcement layer in the inside of the panel (on the side of the tension). The optimal 
fibre angle is between 60°-90°, except with the side aspect ratio of 1 when it is 45^, 
Compared with the 0°/90°-laminate, the failure index decreases approximately by 15 %. 

15 The invention relates to a substantially laterally pressure-loaded panel, the side aspect 
ratio of which being at least 1.5 and which panel being comprised at least of two 
reinforcement layers of substantially parallel fibres, i.e. unidirectional reinforcement 
layers, the predominant orientations of which form an angle with respect to the sides of 
the panel. Good results have been achieved, when the angle between the predominant 

20 fibre orientation of the unidirectional reinforcement layer and the longer side of the panel 
is approx. ±55^ - ±75°, preferably approx. ±58° - ±65° more preferably approx. ±60*^, 
and when approximately one half of the unidirectional reinforcement layers used in the 
thickness of the panel forms a desired + -angle \sdth the longer side of the panel and 
correspondingly, approximately the other half forms a desired angle with the longer 

25 side of the panel. 

In an embodiment of the invention, a substantial part of the thickness of the panel and 
preferably 60-100 %, more preferably more than 70 % of the thickness of the panel, is 
30 composed of reinforcement layers that are formed of substantially parallel fibres, i.e. 
unidirectional reinforcement layers, the predominant orientations of said reinforcement 
layers forming with the longer side of the panel an angle of approx. ±55° - 75° and 
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preferably approx. ±58° - 65°, more preferably approx, ±60°. Further, approximately one 
half of the unidirectional reinforcement layers used in the thickness of the panel forms a 
desired + -angle with the longer side of the panel and correspondingly, approximately the 
other half forms a desired angle with the longer side of the panel. 

5 

In another embodiment of the invention at least two of the reinforcement layers of the 
panel are attached to each other by means of stitching, whereby these layers form a 
multi-axial reinforcement, 

10 

In an embodiment of the invention a substantial part of the thickness of the panel and 
preferably 60-100 % and more preferably more than 70 % of the thickness of the panel 
is composed of reinforcement layers of multi-axial reinforcements. 

15 Pressure-loaded panels in accordance with the invention are preferably manufactured 
substantially of fibres of E-glass. Also other reinforcement fibre materials can be used as 
a partial material or as the only materia! in different reinforcement layers in the panel or 
in multi-axiai reinforcements. 

20 Panels in accordance with the invention can preferably be used in boat and/or 
shipbuilding and also in other pressure-loaded tanks, pressure vessels and other 
corresponding structures that are subjected to a lateral pressure load. 
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CLAIMS 

1 . A substantially laterally pressure-loaded panel, the side aspect ratio of which is at 
least 1.5 and which is composed at least of two reinforcement layers of substantially 

5 parallel fibres, i.e. unidirectional reinforcement layers, the predominant orientations of 
said reinforcement layers forming an angle with the sides of the panel, characterised in 
that in the unidirectional reinforcement layer the angle between the predominant fibre 
orientation and the longer side of the panel is approx. ±55^ - ±75° and that 
approximately one half of the unidirectional reinforcement layers used in the panel forms 
10 a desired +-angle with the longer side of the panel and approximately the other half 
forms a desired - -angle with the longer side of the panel 

2. A pressure-loaded panel in accordance with claim 1, characterised in that the 
angle between the predominant fibre orientation of the unidirectional reinforcement layer 

15 and the longer side of the panel is approx. ±58*^ - ±65° and that approximately one half of 
the unidirectional reinforcement layers used in the thickness of the panel forms a desired 
+-angle with the longer side of the panel and correspondingly, the other half forms a 
desired — angle with the longer side of the panel. 

20 3, A pressure-loaded panel in accordance with claim 1, characterised in that the 
angle between the predominant fibre orientation of the unidirectional reinforcement layer 
and the longer side of the panel is approx, ±60'' and that approximately one half of the 
unidirectional reinforcement layers used in the thickness of the panel forms a desired +- 
angle with the longer side of the panel and correspondingly, the other half forms a 

25 desired —angle with the longer side of the panel. 

4. A pressure-loaded panel in accordance with any of claims 1-3, characterised in 
that a substantial part of the thickness of the panel and preferably 60 - 100 % and more 
preferably over 70 % of the thickness of the panel is formed of reinforcement layers that 
30 are substantially comprised of unidirectional fibres, i.e. unidirectional reinforcement 
layers, the predominant orientations of said reinforcement layers forming with the longer 
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side of the panel an angle of approximately ±55^-75°, preferably approximately ±58°-65, 
more preferably approximately :±:60° and that approximately one half of the unidirectional 
reinforcement layers used in the panel thickness forms a desired H--angle with the longer 
side of the panel and correspondingly, approximately the other half forms a desired — 
5 angle with the longer side of the panel. 

5. A pressure-loaded panel in accordance with any of claims 1-4, characterised in 
that at least two of the reinforcement layers of the panel are attached to each other by 
stitching whereby these two layers form a multi-axial reinforcement. 

10 

6. A pressure-loaded panel in accordance with claim 6, characterised in that an 
essential part of the thickness of the panel, preferably 60-100 %, more preferably over 70 
% of the thickness of the panel is formed of reinforcement layers of multi-axial 
reinforcements. 

15 

7. A laterally pressure-loaded panel in accordance with any of the preceding claims, 
characterised in that it is manufactured substantially of fibres made of E-glass. 

8. Use of a laterally pressure-loaded panel in accordance with any of claims 1-7 in 
20 boat and/or shipbuilding. 

9. Use of a laterally pressure-loaded panel in accordance with any of claims 1-7 in 
tanks, pressure vessels and in other corresponding struaures that are subjected to a 
lateral pressure load. 
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